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one lining should be used it must have such a
material effect on the preservation of the bath
that its cost will be only a small amount in pro-
portion.

TREATMENT OF ZINC ASHES.

The name of "zinc ashes" is a trade term for
what is really oxide of zinc. It is chiefly formed
when the bath is not at work, and also on the
exposed parts of the bath while it is at work. A
large amount is formed when the bath is " let down "
during the interval between Saturday and Monday,
and it will accumulate largely at holiday times, if
the bath is standing for a week.

A cast-iron pear-shaped open pan is required for
the melting, the size about 24 inches wide at the
widest part, and about 36 inches long, terminating
with a lip. This is set in brickwork arranged for
the flame to play under and over it. It is fired'
from the front, and a loose plate iron door is required.
The ash having been screened in a fine-meshed
riddle to remove the sand, is then placed in a tub
and well washed to free it from impurities as much
as possible. It is then shovelled into the furnace,
but only in such moderate quantities as can be
easily manipulated. When it is thoroughly hot, the
spelter will begin to trickle out. It is requisite to
work it about well with a small iron scraper, to coax

II   2